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Amendments to the aims: 

This listing of claims i 11 replace all prior versions, and listings, of claims in the pplication: 

Claim 21 (currently a ended): A method for making a one component heat cur ble epoxy resin 

system, comprising t3 step of mixing together components (A), (B), (C), and (E 

(A) anepc y resin or compound containing more than one epoxy gro ?; 

(B) an am e solidifying system present in insufficient quantities to c ise gelation 
after the amino hydtx en atoms are consumed by epoxy groups, under the reacti a conditions 

y K " ' : ; (^bsen fbr'<A) ; ar^ 

(C) a ]ate hardener system for (A) and the reaction product of (A) t d (B), wherein 
(C) is different from 3*) and remains substantially unreacted under the conditio of reaction for 
(A) and (BY and 

(E) an ex mdinfe agent that remains substantially unreacted under tfc conditions of 
reaction for (A) and 

wherein the reactior roduct of (A) and (B) has melting point stability of at feat six months at 

normal workshop te oeratures 

wh o r oi n (A) id (B) react to completion at room temperature in t he pr o i ace of (C) and 

wh o r ot n tho action-betwo o n (A) and (B) does not cause (C) or (E) to - s oGtantiatly - react 

Claim 22 (previous presented); A method according to claim 21, whereir he mixing of the 
composition is carr i out batchwise or continuously. 
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Claim 23 (previously presented); A method according to claim 21, wherein the mixed 
composition and the shape and sizf of container ensure that the excess heat generated does tic 
increase the temperature of the cor lposition to a point to cause (C) or (E) to substantially reac 

Claim 24 (previously presented); A method according to claim 21 > wherein the mixing st< is 
carried out in the resin system V ft >al container. 

Claim 25 (currently amended): A method according to claim 21, wherein the partially 
- solidified 'mixture is heafedtosp?^ of ( A) and (B} >^ 

provided the temperature chosen c r the temperature reached due to the completion of the 
solidification reaction does not ca ise (C) or (E) to substantially react 

Claim 26 (currently amended): A method according to claim 21 ? wherein a the majority of i 
epoxy groups are pres e nt as glyck yl ether, glycidyl amine, glycidyl ester, and/or cycloalipha 
glycidyl groups and other enoxv r ajas. 

Claim 27 (currently amended): i \ method according to claim 2 1 , wherein the epoxy gm«p 
e e ntaining c om pound s resin or cc .Ti Dound,_i ndividualIy or as mixtures a mixture, aa=e i^afre* 
flowing li quids liquid at 80°C or be low. 
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Claim 28 (currently amended): A method acco ng to claim 21 > wherein the amine solidifying 
system comprises ag e nts <veo mainly aromatic^ c; oaliphatic or dicyclic primary amines, 
secondary amines or mixtures thereof and optioi ly acid accelerators. 

Claim 29 (currently amended): A method acco ing to claim 2 1 ? wherein the amine solidifying 
system comprises a majority of th e soli di fying a :no groups originate s from at loa s* difunctional 
amines. 

Claim 30 (currently amended): A method accc .i ing to claim 21, wherein the hardener system 
(C) is selected from aromatic amines such as t^fe ^rout) cotisisdiig- of ^ 
sulphone, boron trifluoride amine complexes, h it imidazoles, Eglycarboxylic acids, 
polyh ydrazides, dicyandiamide, latent epoxy an ie adducts and substituted ureas> 

Claim 31 (currently amended): A method accc ling to claim 21, wherein expanding agent (E) 
is an agent g e n or ating that generates gases by c znical decomposition or by boiling of liquids or 
expansion of gases contained within expandable hells- 
Claim 32 (currently amended): A one compor it heat curable epoxy resin system, obtained by 
mixing together components (A)[[,]J and (B)[[> ] in the presence of components CC^[(J1 and 
(E)[[:J] wherein 

(A) is.an epoxy resin or compound c itaining more than one epoxy group; 
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(B) ism amine solidifying system present in insuf tent quantities to cause gelation 
aft : the amino hydrogen atoms are consumed by epoxy grouj under the reaction conditions 
cho en for (A) and (B); 

(C) isa latent h ardener system for (A) and the reac >n product of (A) and (B), 
wh rpin (C) is different from (B) and remains substantially ur acted under the conditions of 
re<i tion for ( A) and (B) : and 



(E) is^an expanding agen t that remains substantial! inreacted under the conditions of 
rea tion for (A) andfB); 

wl i rein the reaction product of (A) and (B) has melting point ability of at least six months at 

I ■ ■ ■ 

r^i &glavorfes^^ ■ . . - .... .. ^ 

wherein (A ) and (B) ro a ct to compl o ti on at room t e m f atur o in th o presenc e of (C) and 
(E -and 

— - th e r e in tho reaction botwoen (A) and (B) do e s not <sa > (C) or (E) to substantially re aek 



C m 33 (previously presented): A cured product obtain* by heating a system according to 
cl th32. 



C ; im 34 (canceled). 



Ci-irn 35 (new): The method according to claim 21, wL ein the amine solidifying system 
co lprises aromatic or cycloaliphatic primary or secondary a: nes. 
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Claim 36 (new): The method according to claim 35, wherein the amin ;olidifymg system 
comprises atoms c primary or secondary amines* 
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